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DISPLAY APPARATUS IMPROVED TO REDUCE 
ELECTROSTATIC CHARGE ON DISPLAY SCREEN AND LEAKAGE 
OF ELECTROMAGNETIC FIELD OUTSIDE DISPLAY APPARATUS 



BACKGROUND OF THE INVENTION 

The present invention relates to a display 
apparatus, and, particularly to a display apparatus 
capable of preventing the occurrence of electrostatic 
charges and leakage of electromagnetic fields on a 
displ ay screen of the display apparatus. 

Display apparatuses used for computers are 

generally located close to, chat is, a-p-a^t a short 

distance apar::. from operators using the computers. In 
recent years, electromagnetic fields, particularly at a 
VLF band (2 to 4 00 KHz) and an ELF band (5 to 2 000 Hz) , 
leaked from display apparatuses have become -t^>-~g-r-ew"-a 
matter of concern for the health of human— E od i o s beings. 
To limit such leakage of electromagnetic fields, 
standards such as MPR-11 and TCO have been established 
mainly in Europe, and it has been increasingly needed to 
develop display apparatuses adaptable to these standards. 

The leakage of electromagnetic fields from a 
display apparatus can hie reduced to some extent by 
canceling it via a circuit, or shielding it by means of a 
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suitable shield plate. 

To more effectively reduce the leakage of 
electromagnetic fields from a display apparatus, there 
has been disclosed a method of providing a transparent 
conductive film on a display screen of the display 
apparatus and rcnnecting the conductive film to a ground 
portion of the display apparatus (Technical Report of 
Television Association, Vol. 19, No. 2, 1995. 1). 

----- - In this method, the transparent conductive film is 

made from an oxide such as I TO (Indium Tin Oxide) or Sn0 2 , 
or a metal such as Pd, Au, Cr, or Ti . 

Such a transparent conductive film, however, has a 
problem. Since the refractive index of the above- 
described material of the conductive film is generally 
higher than and quite different from that of air, 
external light such as illumination light is 
significantly reflected from the display screen. As a 
result, characters and/or graphics displayed on the 
display screen are overlapped -oo -by reflection images of 
external light, so that the characters and/or graphics 
cannot be desirably displayed on the display screen. 

To solve such a problem, there has been generally 
adopted a method of forming at least one ant i - ref lect ion 
layer cn the above - described conductive film. 



80001-2068 
RECLINE VERSION 



ATTORNEY DOCKET NO.: SON-2068 
APPLICATION NO.: 09/817,214 



The formation of the ant i * ref lect ion film on the 
conductive film, however, has a problem. Since a 
dielectric substance such as Si0 2/ Al 2 0 3 , Zr0 2/ or Ti0 2 , 
used as the material of the ant i - reflect ion film— has a 
volume resistivity, which is as high as 10 10 Q cm or more, 
the conductive film covered with the ant i - reflect ion film 
is difficult to be -electrically connected to a ground 
portion of a display apparatus. 

In particular, for a display apparatus used for a 
computer, as described in Japanese Patent Laid-open Nos . 
Hei 3-266801 and Hei 1-204130, a coating film made from a 
fluorine compound is sometimes formed on a anti- 
ref lection film for improving the durability of the anti- 
reflection film and preventing the occurrence of 
contamination caused by a fingerprint or the like. In 
such a case, a conductive film covered with not only the 
anti-reflection film but also the coating film is further 

difficult to be electrically connected to a ground 

portion of the display apparatus. 

To electrically connect a conductive film covered 
wirh an ant i - ref lect ion film to a ground portion of a 
display apparatus, there have been proposed, for example, 
the following methods (1) to (5): 

(1) The first prior art method is intended to 
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mechanically remove a portion, to be --electrically 
connected to a ground portion, of an anti -reflection film. 
However, since the ant i - re f lec t ion film is very thinly 
formed for ensuring the ant i - reflect ion function thereof, 
it is difficult to mechanically peel a portion of the 
ant i - re f 1 ect ion film. If such a portion of the anti- 
reflection film is forcibly peeled, there may occur an- - 
: oe inconvenience chat :he entire films containing a 
conductive film under the ant i -reflect ion film be— is 
peeled. Further, it may be conceived to remove a portion 
of the anti -reflection film by chemical etching or the 
like; however, in this case, a large scale etching system 
is required for carrying out the chemical etching. 

v2) The second prior art method is intended to form 
an ant i - reflect ion film in a state in which a portion,- is 
to be electrically connected to a ground portion-,-- of a 
conductive film is masked. For example, Japanese Patent 
Laid-open No. Hei 2-94196 discloses a method of masking, 
before \a - formation of a: ant i - ref 1 ec t ion film, a 
portion, that is to .ee- electrically connected to a ground 
portion, of a conductive film by using a movable plate or 
the like. However, in this case, a special jig for 
masking and a special apparatus for moving the movable 
plate are required e-e e± : -e v-i-dee---- f or each of the sizes 
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of display apparatuses:, and, therefore, a large scale 
manufacturing system is required to be provided for 
forming the ant i - reflect ion film. Actually, it is 
difficult to provide such a large scale manufacturing 
system for forming the ant i -reflection film. 

(3) The third prior art method is intended to 
electrically connect a conductive film covered with an 
ant i -reflect ion film by using soldering, as disclosed, 
for example, in Japanese Patent Laid-open No. Hei 1- 
2c6229. However, if the conductive film is formed on a 
plastic base, ^he plastic base may be thermally deformed 
by soldering because dthe crystallization temperature of 

a plastic material is generally lower than a -the melting 

print of solder. Accordingly, in the case of adopting 
this soldering method, it takes a lot of labor to control 
the soldering condition and to perform 100% inspection 
for products . 

(4) The fourth prior art method is intended to 
sequentially form a conductive film and a anti -reflect ion 
film on a plastic base, cut the films together with the 
plastic base into a size corresponding to that of a -the 
display screen of a display apparatus, and electrically 
connect the conductive film to a ground portion by making 
use of the rut surface of the conductive film. In this 
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method, however, since the ccaiduccive film is very thin 
and thereby the cut area thereof is very narrow, it is 
difficult to obtain a positive connection between the 
conductive film and a ground portion, and fe& iicr the 
conductive film may be broken and chipped at the cut 
surface and its neighborhood. Further, when the plastic 
base formed of a thin film is stuck on the display screen 
of the display apparatus by using a sticky agent or an 
adhesive, the sticky agent or adhesive may be protruded 
to cover the cut surface of the conductive film. In such 
a case, it is difficult to obtain the a positive 
electrical connection between the conductive film and the 
ground portion. 

(5) The fifth prior art method is intended to stick 
a conductive sticky tape on a conductive film formed on a 

display screen f ? ' to pr event ±fKt the occurrence of 

electrostatic charges on the display screen— and to 
ground the conductive film by using the conductive sticky 
film. In this method, however, if a conductive film 
having a sheet resistance of about 100 to 10 KQ/C is 

used for shielding unnecessary electromagnetic fields, 
sputtering is generated between the conductive film and 
the conductive sticky tape due to high electric charges 
induced o»n the front surface of the display apparatus, 
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SUMMARY OF THE INVENTION 

An object of the present invention is to provide a- 
display apparatus capable of preventing the occurrence of 
electrostatic charges on a display screen and leakage of 
an electromagnetic field from the display screen, and 
also preventing the breakage of a conductive film 
provided on the display screen for reducing the leakage 
of an electromagnetic field. 

To achieve the above object, according to an aspect 
of the present invention, there is provided a display 
apparatus having a display screen, including : -r- a 
conductive film stuck on the display screen;;- a 
dielectric film formed on the surface of the conductive 
film;-;- and a conductive tape including a conductive base 
and a conductive sticky layer; wherein the conductive 
sticky layer has a specific electrical resistance,-,*- and 
one end of the conductive tape is stuck on the dielectric 
film via the conductive sticky layer and the other end of 
the conductive tape is electrically grounded. 

Preferably, the conductive sticky layer has a sheet 
resistivity in a range of 10 Q / cm 2 to 1 KQ/cm 2 , and 
contains carbon. 
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Preferably, the dielectric film has a thickness in 
•.: t range of 10 nm to 250 nm . 

Preferably, the conductive film has a sheet 
resistance in a t he range of 100 Q/D to 1 KQ/D. 

Preferably, the other end of the conductive tape is 
connected to a ground portion via the conductive sticky 
layer . 

According to the display apparatus having the above 
configuration, the conductive tape is stuck on the 
dielectric film (which is represented by an anti- 
ref lection film) via the conductive sticky layer, and the 
dielectric film is provided to cover the surface of the 
conductive film; however, since the dielectric film is as 
very thin as 10 nm to 2 50 nm, the conductive film can be 
electrically connected to the ground portion of the 
display apparatus via the conductive tape. As a result, 
i: is possible to suppress the occurrence of 
electrostatic charges on the display screen and leakage 
of :he electromagnetic field from the display screen 

to the outside of the display apparatus. 

Further, since the conductive sticky layer of the 
conductive tape has a specific electrical resistance, 
even if the amount of electrostatic charges on the 
display screen is rapidly changed due to a discharge or 
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the like generated in the display apparatus, a ihe 
differential potential between the conductive film and 
the conductive tape can be moderated— to suppress a 
discharge between the conductive film on the display 
screen and the conductive tape, thereby preventing the 
occurrence of sputtering therebetween. This makes it 
possible to prevent the conductive film from being broken 
due to the above sputtering. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIG. 1 is a side view of a configuration example of 
a cathode ray tube representative of a display apparatus 

of the present invention, illustrating a state in which a 

*:/:e front surface of the cathode ray tube is connected to 
> *..he band portion of the cathode ray tube with a 
conductive tape; 

FIG. 2 is a sectional view of an essential portion 
of the cathode ray tube shown in FIG. 1-- illustrating a 
connection portion at which the front surface of the 
cathode ray tube is connected to the band portion of the 
cathode ray tube by the conductive tape; 

FIG. 3 is a sectional view of a film used for the 
present invention, illustrating an arrangement of a 
plastic base, a conductive film, and a ant i - re f 1 ect ion 
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film of the film; 

FIG. 4 is a sectional view of the conductive tape 
according to an embodiment of the present invention-,- 
illustrating an arrangement of a tape base and a 
conductive sticky layer of the conductive tape; and 

FIG. 5 is a diagram of an equivalent circuit of a 
path through which a current flows from the front surface 
of the cathode ray tube to the band portion of the 
cathode ray tube-;- illustrating the effect of the present 
i nvent ion . 

DETAILED DESCRIPTION OF PF.EFERRED EMBODIMENT 

Hereinafter, a preferred embodiment of the present 
invention will be described in detail with reference to 
the accompanying drawings. 

FIG. 1 is a schematic view showing a display 
apparatus of the present invention. 

Referring to FIG. 1, there is shown a cathode ray 
tube (hereinafter, referred to as "CRT") 1 representative 
of the display apparatus of the present invention. The 
CRT 1 has a panel portion 2, a funnel portion 3, and a 
neck port ion 4 . 

Phosphors of red, green, and blue for displaying 
these three primary colors are arranged in a specific 
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pattern cm the inner surface of the panel portion 2. An 
outer conductive film 5 made from carbon or the like is 
formed cm the outer surface of the funnel portion 3. An 
electron gun (not shown) as a source for the emission of 
electron beams is mounted in the neck portion 4. 
reflection yokes (not shown) for deflecting electron 
beams in the vertical and horizontal directions are 
mounted to a cone portion extending from the funnel 
portion 3 to the neck portion 4. 

A band 6 made from a metal for preventing the 
implosion of the CRT 1 is wound around the outer 
periphery of the panel portion 2. The band 6 is connected 
to a circuit (not shown) of the CRT 1, and is 
electrically grounded, together with the outer conductive 
film 5 . 

Referring to FIG. 2, a stacked film 7 is stuck 
overall :»n a front surface, that is, a display screen of 
the panel portion 2. A conductive tape 8 is provided on 
an outer peripheral portion of the panel portion 2 in 
such a manner that one end side thereof is stuck on an 
outer peripheral portion of the stacked film 7 and the 
other end side thereof is stuck on the band 6. In 
adiiticn, although only one conduct ive tape 8 is shown in 
FIG. 1, a plurality of the conductive tapes 8 may be 
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provided cn Lhe panel portion 2. 

FIG. 3 shows one configuration example of the 
stacked film 7. The stacked film 7 is composed of a 
plastic base 9, a hard coat layer 10, a transparent 
conductive film 11, and an ant i - ref lect ion film 12. 

The plastic base 9, which is the base member for 
the stacked film 7, is made from polyethylene 
t erephtha 1 ate , polycarbonate, or polymethyl methacrylat e . 
The thickness of the plastic base 9 can be suitably 
selected but may be generally in a range of 50 to 250 um 
from the viewpoint of easy handling or the like. 

The hard coat layer 10 is provided for reinforcing 
the wear resistance of the plastic base 9, thereby 
protecting the surface of the plastic base from being 
damaged. The hard coat layer 10 is made from acrylic 
resin, silicon resin, melamine resin, or epoxy resin. 

The conductive film 11 has a function of preventing 
electrostatic charge on the panel portion 2 — and a 
function of preventing t-te— leakage of an electromagnetic 
field to the front surface of the pen a » panel portion 2. 
The conductive film 11 is provided on the hard coat layer 
10 by forming a film of an oxide, such as ITO or Si0 2 , or 
a metal, such as Pd, Au , Or, or Ti to a thickness of 1 to 
E0C nm by, for example, a sputtering process. 
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The ant i -reflection film 12 is provided for 
preventing the reflection of light from the front surface 
of the panel portion 2, thereby enhancing the visibility 
of a display image. The ant i - ref lection film 12 is 
provided on the conductive film 11 by forming a 
dielectric substance, such as Si0 2 , Al 2 0^ Zr0 2 , or Ti0 2 to 
a thickness of 10 to 200 250 nm by, for example, a PVD 
(Physical Vapor Deposition) process, such as a vacuum 
vapor deposition process, an ion plating process, or a 
sputtering process. It is to be noted that the anti- 
reflection film 12 may be of a multi-layer structure of a 
stack of two layers or three or more layers. 

FIG . 4 is a sectional view showing a configuration 
example of the conductive tape. 

Referring to FIG. 4, the conductive tape 8 is 
composed of a conductive tape base 13 and a conductive 

sticky layer 14. The ene end - s-ue and the ot-her end sides 

of the conductive tape 8 are stuck respectively on the 
stacked film 7 and the band 6 via the conductive sticky 
layer 14 . , i espeet i veiy . 

The tape base 13 is made from a conductive material 
such as a metal. Preferably, the tape base 13 is made 
from a metal , such as copper or aluminum, which exhibits 
a suitable bending workability when being formed into a 
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thin shape. Additionally, the tape base 13 may be formed 
by coating the surface of a plastic tape with a 
conductive metal by, for example, a vacuum vapor 
deposition process, a sputtering process, or a plating 
process . 

The conductive sticky layer 14 is, as described 
above, electrically connected to the conductive film 11 
via the ant i - ref lec t ic n film 12 formed into a thin-film 
shape. The conductive sticky layer 14 is formed by 
preparing a paste by mixing a fine conductive agent in 
the form of particles, fibers, or powders in a sticky 
agent such as acrylic resin, epoxy resin, or polyimide 
resin, and coating one surface of the tape base 13 with 
the paste. The conductive sticky layer 14 has a specific 
electrical resistance. Concretely, aa sheet resistivity 
: electrical res i stance/ cm 2 ) of the conductive sticky layer 
14 in the thickness direction is in aa range of 10 Q to 1 
KQ/cnr, preferably, 10 Q to 500 Q/cm 2 , arid more 
preferably, 10 Q to 200 Q/cm'. 

In general, a metal may be regarded as a conductive 
agent mixed to a sticky agent. In this embodiment, 
however, the use of a metal having a very low electrical 
resistance as the conductive agent makes i: difficult to 
give a specific sheet resistivity to the conductive 
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sticky layer 14. 

In this embodiment/ carbon is preferably used as 
the conductive agent because it can easily adjust the 
sheet resistivity of the conductive sticky layer 14. 

In the display apparatus having the above -described 
display apparatus, one end of the conductive tape 8 is 
connected to the conductive film 11 of the stacked film 7 
via the ant i - reflect ion film 12 of the stacked film 7 and 
the conductive sticky layer 14 of the conductive tape 
and the other end of the conductive tape 8 is connected 
to the band 6 via the conductive sticky layer 14 of the 
conductive tape 8. 

In this case, the ant i - ref lect ion film 12 is made 
from a dielectric substance, such as Si0 2/ which is an 
insulating material. However, if the thickness of the 
ant i -ref lect ion film 12 is very thin, a current flows 
between the conductive film 11 and the conductive tape 8. 
Accordingly, the conductive film 11 is electrically 
connected to the band 6 via the conductive tape 8. 

In particular, since the thickness of the anti- 
reflection film 12 is as very thin as, for example, 2 50 
nm or less for ensuring the ant i - ref lect ion function 
thereof, even if the ant i - ref lect ion film 12 is 
interposed between the conductive film 11 and the 
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conductive tape 8, a current flows between the conductive 
film 11 and the conductive tape 8. 

As a result of an experiment made by the present 
inventors, it was confirmed that, assuming that the 
thickness of the ant i - ref lect ion film 12 is set to 100 nm, 
a current: of about 15 mA/cirt flows at a voltage of 0.2 V 
in accordance with a formula of space-charge limited 
current. Further, when the conductive film 11 was made to 
face to the conductive sticky layer 14 via the anti- 
ref lection film 12 formed of a dielectric substance 
having a thickness o£ 100 nm, 50 nF per 10 cm 2 was 
•observed . 

In the CRT 1 configured as described above, the 
conductive film 11 can be grounded together with the band 
6 by electrically connecting the conductive film 11 to 
the band 6 via the conductive tape 8. As a result, it is 
possible to prevent the occurrence of electrostatic 
charges on the surface of the panel portion 2— and to 
effectively prevent leakage of an electromagnetic field 
generated in the CRT by suitably selecting the sheet 
resistance of the conductive film in a range of 100 Q/l'I 
to 10 KQ/;-;. 

Further, by giving a suitable electrical resistance 
to the conductive sticky layer 14 of the conductive tape 
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8, it is possible to prevent the occurrence of sputtering 
between the conductive tape 8 and the conductive film 11, 
even if the amount of electric charges on the surface of 
the panel portion 2 is rapidly changed, and hence to 
prevent the conductive film 11 from being broken due to 
the sputtering . 

The present invention will be more clearly 
understood by way of the following examples: 

[Inventive Example 1] 

Preparation of Stacked film 7 

A stacked film 7 was prepared in accordance with 
the following procedure. A plastic base 9 formed of a 
polyethylene t erephthalat e sheet having a thickness of 
133 ja m was coated with an ultraviolet curing type acrylic 
resin to a thickness of about 10 /im, followed by 
ultraviolet curing of the coating resin, to form a hard 
coat layer 1C on the plastic base 9. A conductive film 11 
was formed on the hard coat layer 10 by depositing ITO 
(Indium Tin Oxide) on the hard coat layer 10 to a 
thickness of 130 nm by a sputtering process, and a anti- 
reflection film 12 was formed on the conductive film 11 
by depositing SiO : > on the conductive film 11 to a 
thickness of 100 nm by the sputtering process. 

Stick i ng of Stacked film 7 
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The stacked film 7 thus prepared was stuck on ache 
front surface of a panel portion 2 of a CRT 1, as shown 
in FIG. 1. The sticking of the stacked film 7 was 
performed by coating a back surface, opposed to a surface 
covered with the hard coat layer 10, of the plastic base 
9 with an acrylic resin based adhesive, followed by 
drying of the adhesive, and the back surface of the 
plastic base 9 coated with the adhesive was overall 
brought into press - contact with the front surface of the 
panel portion 2. 

Prepa ratio n o f Conductive Tape 8 

A conductive tape 8 was prepared by forming a 
conductive sticky layer 14 on one surface of a tape base 
13 made from copper. To be more specific, a material 
obtained by mixing carbon particles representative of a 
conductive agent in an acrylic resin based sticky agent 
was stacked on the tape base 13 T to form the conductive 
sticky layer 14 on the tape base 13. The sheet 
resistivity of the conductive sticky layer 14 was 

3C LI /cm 2 . 

Stick ing_ o f Conduct ive Tape 8 

One- -no fo^titHt a-n-d fc-he---o^ h c r - T he end portions of 

the conductive tape 8 thus prepared were stuck 
respectively on the stacked film 7 and the band 6 at 
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positions on the outer periphery of the panel portion 2 . ,-- 
frefieer-t-Te-rv-;- The contact area between the stacked film 7 
and the conductive tape 8 was set to 15 cm 2 . 

Here, if a film made from a fluorine compound or 
the like is formed on the ant i - ref lect ion film 12 of the 
stacked film 7, the fluorine compound or the like may be 
removed, before sticking of the conductive tape 8,- by 
subjecting the surface of the stacked film 7 to a high 
frequency corona treatment performed at a discharge 
amount of 35 to 250 W/m'Vmin, preferably, 70 to 150 
W/m 2 /min. As a result, the wettability of the surface of 
the stacked film 7 can be improved. This makes it 
possible to enhance the adhesiveness between the stacked 
film 7 and the conductive tape 8 and, hence, to 
stabilize the quality. 
[Comparative Example] 

The same procedure as that in Inventive Example was 
repeated, except that the sheet resistivity of the 
conductive sticky layer 14 of the conductive tape 8 was 
set to 0.3 Q / cm z , to prepare a comparative CRT. 
[Experiment for Evaluating Durability] 

The durability of each of the CRTs prepared in th 
Inventive Example and t he Comparative Example was 
evaluated by forcibly causing discharges in the CRT so as 
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to repeatedly generate high electric charges on the 
surface of the panel portion- and measuring athe 
resistance between the conductive film and the band 
(including the sheet resistance of the conductive film) 
at each of specific numbers (0, 100, 200, 500, and 1000 
times) of discharge. 

The evaluated results are shown in Table 1. 



Table 1 



Number of 
discharge 


0 


100 


200 


500 


1000 


Invent ive 
Example 


362 (2 


291 U 


2 78 Q 


3 78 Q 


255 a 


Comparat ive 
Example 


3 07 il 


2 ML! 


GO 







As is apparent from Table 1, for the CRT prepared 
in Inventive Example, the resistance was little changed 
and the conductive film was not broken even after the 
discharge was repeated by 1000 times. On the contrary, 
for the CRT prepared in Comparative Example, the 
resistance was significantly increased after the 
discharge was repeated by 100 times, and- the resistance 
became infinite and the conductive film was broken after 
the discharge was repeated by 200 times. 

Here, the reason why the CRT prepared in Inventive 
Example was desirably evaluated will be described with 
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reference to an equivalent circuit shown in FIG. 5. In 
this figure, a capacitance between the inner surface of 
the panel portion and the conductive film of the stacked 
film is designated by CI; a capacitance between the 
conductive tape and the conductive film is designated by 
22; a sheet resistance of the conductive film is 
designated by Rl; a resistance of the ant i -reflect ion 
film (dielectric substance! is designated by R2 ; and a 
resistance of the conductive sticky layer is designated 
by R3 . 

When a discharge is generated in the CRT prepared 
in Inventive Example, as shown by the equivalent circuit 
cf FIG. 5, a potential generated from the inner surface 
of the CRT is divided by CI and C2 and further divided by 
Rl and R2 . Accordingly, a potential applied between both 
ends of R2 and C2 is suppressed, fee— thereby avoiding the 
occurrence of sputtering between the conductive film and 
the conductive tape. As a result, even if discharges are 
repeatedly generated in the CRT, the conductive film is 
never broken. 

However, if the value of R3 becomes excessively 
large, M'::ie potential between the conductive film and the 
band becomes higher, with tithe result that a discharge 
may be caused therebetween. Accordingly, in consideration 
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of this regard, the value of R3 should be selected. In 
addition, as a result of experiments made by the present 
inventors, a discharge was observed between the 
conductive film and the band under a condition of R3 = 10 

Further, in the CRT prepared in the Inventive 
Example as compared with a CRT with no conductive film 11, 
iz was confirmed that an electromagnetic field in a VLF 
band was reduced from 2.37 V/m to 0.75 V/m, and an 
electromagnetic field in an ELF band was reduced from 
2b . 4 V/m to 5.25 V/m . 

By the way, in the above - described embodiment, the 
conductive tape 3 is prepared by forming the conductive 
sticky layer 14 overall on one surface of the tape base 
13; however, the conductive tape 8 may be prepared by 
terming the conductive sticky layer 14 only on che__ 
portions, to be bonded to the stacked film 7 and the band 
6, of the tape base 13. 

In the above-described embodiment, the conductive 
cape 3 is electrically connected to the band 6 via the 
conductive sticky layer 14; however, to enhance the 
electrical connection between the conductive tape 8 to 
the band 6, the conductive tape 6 may be further forcibly 
connected to the band 6 by soldering or the like. 
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In the above-described embodiment, the band 6 is 
used as a ground portion of the CRT; however, the present 
invention is not limited thereto. For example, the outer 
conductive film 5 formed on the outer surface of the 
funnel portion 3 may be used in place of the band 6. 

Further, in the above -described embodiment, the 
present invention is applied to a CRT; however, the 
present invention is not limited thereto but may be 
applicable to another display apparatus, such as a plasma 
display . 

While the preferred embodiment of the present 
invention has been described using the specific terms, 
such description is for illustrative purposes only, and 
it is to be understood that changes and variations may be 
made without departing from the spirit or scope of the 
following claims. 
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WHAT IS CLAIMED IS : 

1. A display apparatus having a display screen, 

comprising : 

a conductive film stuck on said display screen; 

a dielectric film formed on the surface of said 
conductive film; and 

a conductive tape including a conductive base and a 
conductive sticky layer; 

wherein said conductive sticky layer has a specific 
electrical resistance; and 

one end of said conductive tape is stuck on said 
dielectric film via said conductive sticky layer and the 
other end of said conductive tape is electrically 
grounded . 

2. A display apparatus according to claim 1, 
wherein said conductive sticky layer has a sheet 
resistivity in a range of 10 Q/cm" to 1 KQ/cm\ 

3. A display apparatus according to claim 1, 
wherein said conductive sticky layer contains carbon. 

4. A display apparatus according to claim 1, 
wherein said dielectric film has a thickness in a range 
of 10 nm to 2 50 nm. 

5. A display apparatus according to claim 1, 
wherein said conductive film has a sheet resistance in a 

24 
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range of 100 U/l] to 1 KU/U. 

6. A display apparatus according to claim 1, 
wherein the other end of said conductive tape is 
connected to a ground portion via said conductive sticky 
layer . 
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ABSTRACT OF THE DISCLOSURE 
A stacked film, which has a conductive film and a 
dielectric film formed on the conductive film, is stuck 
on a front surface of a panel portion of a cathode ray 
tube. One end of a conductive tape is stuck on the 
dielectric film of the stacked film, and the other end of 
the conductive tape is stuck on a band functioning as a 
ground portion of the cathode ray tube. The conductive 
tape has a conductive sticky layer which has a sheet 
resistivity in a range of 10 LI /cm 2 to 1 KQ/cm 2 . The 
conductive film of the stacked film is electrically 
connected to the band of the cathode ray tube via the 
conductive tape. With this configuration, electrostatic 
charges on a display screen and leakage of an 
electromagnetic field from the display screen can be 
reduced. Further, since the sticky layer of the 
conductive tape has a specific electrical resistance, 
even if a high voltage is generated due to a discharge in 
the display apparatus, a discharge between the conductive 
film of the stacked film and the conductive tape can be 
suppressed and thereby the conductive film can be 
prevented from being broken. 



